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A theory of tunneling conductance in ferromagnetic- metal/insulator/triplet-superconductor 
junctions is presented for unitary and non-unitary spin triplet pairing states which are promising 
candidates for the superconducting pairing symmetry of Si'2Ru04. As the magnitude of the 
exchange interaction in the ferromagnetic metal is increased, the conductance for the unitary 
pairing state below the energy gap is reduced in contrast to that for the non-unitary pairing 
state. This is due to the fact that the retro-reflectivity in the Andreev reflection for unitary 
pairing state is broken due to the influence from the exchange interaction. 
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Andreev reflection, which occurs at the interfaces between normal metals and superconductors ,0) 
is one of the most important elemental processes in electron transport through the superconduct- 
ing junction. It is an interesting problem to clarify the expected for a tunneling effect in ferro- 
magnet /insulator /superconductor (F/I/S) junctions, since the retro-reflectivity of the Andreev 
reflection is broken due to an exchange interaction in the ferromagnets. For s-wave superconduc- 
tors, these properties are well understood and new aspects of the Andreev reflection have been 
revealed.^ On the other hand, stimulated by the establishment of d-wave symmetry in high-Tc 
superconductors, theories of the tunneling conductance of anisotropic superconductor junctions 
have been developed, which fully take into account the anisotropy of the pair potential.!' BHi'i) 
In anisotropic superconductors, the change in sign of the pair potential induces remarkable effects, 
i.e., a zero-bias conductance peak (ZBCP)& in tunneling experiments of high Tq superconductors, 
due to the formation of zero-energy states (ZES). Recently, previous theories have been extended 
to F/I/S junctions with d-wave superconductorsJ10'0) and the influences of the exchange inter- 
action on transport properties have been clarified.0) However, these theories treat only spin singlet 
superconductors. 

The recent discovery of superconductivity in Sr2Ru04@) has attracted much theoretical and ex- 
perimental attention because this material is the first example of a noncuprate layered perovskite 
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superconductor. Since this compound is isostructural to cuprate superconductors, the electronic 
properties in both the normal and the superconducting state are highly anisotropic. Several exper- 
iments indicate the existence of a large residual density of states of quasiparticles.© Furthermore, 
the importance of ferromagnetic spin fluctuations in this material has been suggested. These 
results strongly imply that the pairing states of Sr2Ru04 belong to two-dimensional triplet super- 
conducting states, i.e. E u symmetry .El© To clarify the phase coherence of this material peculiar 
to anisotropic pairing, theories of tunneling conductance and Josephson effect in this material have 
been presented. However, no theory has been presented for transport properties of fer- 

romagnet /insulator /triplet superconductor (F/I/TS) junctions where remarkable differences from 
those of singlet superconductor cases are expected. 

In this paper, a formulation of the spin-polarized tunneling conductance in F/I/TS junctions is 
presented by extending the theory for d-wave superconductorsB Although the superconducting 
state of Sr2Ru04 has yet to be fully identified, we will choose two types of triplet p-wave pair 
potentials: the unitary and the non-unitary pairing states with E u symmetry. For the unitary 
pairing state, an incoming electron and the Andreev reflected hole have antiparallel spins from 
each other, as in the case of the singlet pairing state. In the unitary case, the conductance obtained 
below the energy gap of the superconductor is reduced drastically due to the exchange interaction. 
On the other hand, since the Andreev reflection in the non-unitary pairing state conserves spin, 
the influences of the exchange interaction are not so serious. Thus, the present results serve as a 
more useful guide for the experimental identification of the pairing state of Si^RuO^. 

For the calculation, a two-dimensional F/I/TS junction with semi-infinite double-layered struc- 
tures in the clean limit is assumed. A flat interface is perpendicular to the x-axis and is located 
at x=0. The insulator is modeled as a delta- functional form H5(x), where 5(x) and H are the 
delta-function and its amplitude, respectively. The Fermi energy E F and the effective mass m are 
assumed to be equal both in the ferromagnet and in the superconductor, for simplicity. As a model 
of the ferromagnetic metal, we apply the Stoner model,& using the exchange potential U (x) = 
UO(—x), where is the Heaviside step function. The magnitude of Fermi momentum in the 



ferromagnet for up [down] spin is denoted as k F>1 = ^^{E F + U) [k Fjl = \j^{E F - U)}. For 
simplicity, we assume the spatially constant pair potentials and neglect the effects of spin-orbit 
scattering. The wave functions ^(x) are obtained by solving the Bogoliubov-de Gennes (BdG) 
equation according to the quasiclassical approxin1ations.il* In this approximation, the effective 
pair potentials for quasiparticles in the superconductor are given by A(0s)Q(x), where 6s denotes 
the direction of the motions of quasiparticles which is measured from the normal to the interface. 
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The pair potential matrix is expressed as 

A(0 S ) = 



A TT (0 S ) A n (0 s ) 
A U (9 S ) A n (9 s ) 



(1) 



In the calculation, we consider four kinds of pair potentials with E u symmetry. In the following, 
we will call E u (l) state for time reversal symmetry state and E u (2) state for broken time reversal 
symmetry state, respectively. For the unitary pairing state, these matrix elements are given by 
A u (0 5 ) = A U (0 S ) =A {sm9 s + cos0 5 ), A TiT (0 5 ) = A u (0<?) = for E u (l) state and A U (9 S ) = 
Ajj-fC^s) = Ao exp(i#s), A-^f^s) = A^j(0s) = for E u {2) state, respectively. For non-unitary 
pairing state, these are A^^(9s) = Ao(sin#s + cos#s), A^(9s) = Afj^flg) = A^(6s) = for 
state and A h ^9 s ) = A exp(i9 s ), A U (9 S ) = A U (0 S ) = A U (0 S ) = for E u {2) state, 
respectively, following the discussions by Sigrist and Zhitomirskylll^ and Machida et al.0) 

There are four scattering processes for an electron injection from the ferromagnet with up spin and 
at angle 9p with respect to the interface normal, as shown in Figure 1. These are Andreev reflection 
(AR) as a hole, normal reflection (NR) as an electron, transmission as an electron like quasiparticle 
(ELQ), and transmission as a hole like quasiparticle (HLQ). The transmitted ELQ and HLQ feel 
different effective pair potentials A ss >(9s+) and A ss /(9s-), with 9s+ = 9 s and 6s- = it — 9s- The 
wave vectors of ELQ and HLQ are approximated by ks =| k $ |~ \J 2rr ^2 F m the framework of the 
quasiclassical approximation Since the translational symmetry holds for the y-axis direction, the 
momenta parallel to the interface are conserved at the interface, kp^shi9p = kp t isin9p =kss'm9s- 
In the case of a unitary state, the retro reflectivity of the Andreev reflection is broken due to the 
difference in the exchange interaction felt by a hole like quasiparticle. Consequently, 9f is not equal 

to e' F . 

The wave function ^(x) in the ferromagnet region for the unitary state is described by 
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That for the non-unitary state is given by 
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The reflection probabilities of AR(ajn)) and NR(6|Q)) are determined by solving the BdG equations 
under the boundary conditions. The reflection probabilities for down spin injection are also obtained 
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in a similar way. The normalized tunneling conductance is expressed a: 

, J-i%d6 s cos0 s (<Ts,1 + <rs,l) 
a T (eV) = (4) 

f-i/2 d8s cos 9 s {ctn,i + cr N> i) 

where crjv,tni denotes the tunneling conductance for the upfdown] spin quasiparticle injection in 
the normal state and is given by 



4A+ U 
^ ~ (1 + A + )2 + Zf s ' ^-f+E^Ts 

4A_ 

with Z 6s = ^ and Z = pg. 

The quantity crg^m is the tunneling conductance for the up[down] spin electron injection in the 
superconducting state. In the unitary pairing state, we note that the Fermi surface effect largely 
influences the reflection process. The retro-reflectivity of AR is broken due to the influence of the 
exchange interaction in the ferromagnet. In the following, we will consider the situation where 
kp t i < ks < kp^ is satisfied [Fig. 2]. For \6g\ > ^Jcos~ l {U / Ep) = 8c, the Andreev reflection does 
not exist as a propagating wave. This novel property in the F/I/S junction is caused by the fact 
that the Andreev reflected hole has an antiparallel spin to that of the injection electron. 

Based on the calculation of singlet superconductors,!' & 00 the tunneling conductance o"5,-f[n is 
given by 



[i- I r+r_ 

1 - r+r_ v /I - a N ^exp[i((p l - y? T ) 

i- I r + r_ | 2 (i - a N ^) + o-jv ;T 1 r + 

1 - r+r.^l -<T Ndy /l -<tjv,t exp[*(VT - <Pl) 



[1 - @(9c- I e s |)W, T |1 — [ f ^±J--JJ A( ^ — 7 ^ (5) 

i_ IH 1 - K x — U N,V T °JV,t I + I ,,,,, i n \\ ( R \ 

ff S,i = °n,i— F~F — n = /i ^T^ e (^ _ I °S I) (6) 



1 - A_ + iZ e . 1 - A + - iZ 8c 
exp(t<P|) = —==t- — — exp(-zy T ) - - — 



V 1 ~ (J N,i( 1 + x - ~ iZ e s ) v /l-a 7ViT (l + A + + iZ es ) 

for the unitary pairing state and 

1- I r + r - I 2 (1 - otyt) + ^iV,T I r + I 2 ^ 

a5 ' T = UN " |i-r + r_(i-^, T ) p (7) 

= o-wa ( 8 ) 

for the non-unitary pairing sate. Here, r±, defined for both unitary and non-unitary pairing states, 
is denoted by 

r A (sin 6 s ±co$ 6 S ) , . 

±_ eV + ^(eVy- |A (sin^±cos^)| 2 ' 
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In the above formulations, when the ferromagnet is a normal metal (i.e., U = 0), ap(eV) in refs. 
18 and 19 are reproduced completely. On the other hand, the magnitude of the Fermi momentum 
becomes zero for down spin electrons for the half-metallic ferromagnet limit (i.e., U = Ep), and 
a N,i = 0- Then, the wave function of the reflected hole by AR becomes an evanescent wave, and 
hence does not contribute to the net current. In this case, since the numerator of the conductance 
formula in eq. (3) vanishes at eV=0, the ZBCP disappears both for the Eu(l) and Eu(2) pair 
potentials. In particular for the Eu(2) pair potential, since the | T + r_ | 2 = 1 is satisfied independent 
of 9s, for eV < Ao, the numerator is zero and the resulting conductance as,i(eV) = 0. 

Figure 3 shows the calculated conductance spectra of the Eu(l) pair potential for both unitary 
and non-unitary paring states with various X = U/Ep for Z = 0. The results in refs. 18 and 19 
are reproduced for X = 0. In the unitary pairing state [see Fig. 3(a)], since the probability of the 
Andreev reflection is suppressed due to finite U, the tunneling conductance inside the gap (eV < 
Ao) is drastically reduced with the increase of X, similar to the case of d-w&ve super conductor & 
On the other hand for the non-unitary pairing state [see Fig. 3(b)], the line shape of ap(eV) is 
insensitive with increasing X. Figure 4 shows the ap(eV) of the Eu(2) pair potential in the high 
barrier case (Z = 5) for various X. In this case, ap(eV) has a ZBCP due to the sign change of 
the pair potential. The height of this peak for the unitary pairing state [see Fig. 4(a)] is reduced 
with increasing X in contrast to that for the non-unitary case [see Fig. 4(b)]. Since = for 
\Gs\ > f° r the unitary pairing state with eV < Ao, ax(eV) disappears with the increase of X. 
When the magnetization axis of the ferromagnet is antiparallel to the spin axis of the non-unitary 
pair potential, the height of the ZBCP is reduced and ap(eV) converges to unity with increasing 
X [see Fig. 4(c)]. Similar to the d-wave superconductor case 0) we can estimate the magnitude of 
the spin polarization using the height of the ZBCP. 

In conclusion, we have studied the properties of tunneling conductance spectra ap(eV) in F/I/TS 
junctions. In the case of a unitary pair potential with E u symmetry where the Cooper pair is formed 
between up and down spins, the height of the ZBCP is reduced drastically as the magnitude of 
the exchange interaction is increased. This is due to the breakdown of the retro-reflectivity of the 
Andreev reflection. For the non-unitary case, the conductance depends on the direction of the 
magnetization axis of the ferromagnet. When the magnetization axis is parallel (antiparallel) to 
the spin axis of the non-unitary pair potential, the height of the ZBCP is enhanced (suppressed) 
with the increase of the exchange interaction. Since a Cooper pair is formed between quasiparticles 
with equal spins, the exchange interaction does not significantly influence on the Andreev reflection. 
Based on these properties, we expect that the symmetry of the pair potential in Sr2Ru04 and the 
magnitude of the exchange interaction can be identified in future experiments by the presence of 
F/I/TS junction . 
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Fig. 1. Schematic illustration of the scattering process of the quasiparticle at the interface of the F/I/TS junction. 
For the Andreev reflected hole with down spin, the retro-reflectivity is broken due to the exchange interaction. 




Fig. 2. Fermi surface effect for Andreev reflection for the unitary pairing state. 9fc and 9c are the angles in the 
ferromagnet and in the triplet superconductor, respectively. For 9fc < \9f\, i-e., 9c < \9s\, the Andreev reflection 
does not exist as a propagating wave. 
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Fig. 3. Normalized conductance spectra for E U {1) symmetry as a function of X with Z = 0. Here (a) and (b) are 
results for the unitary pairing state and the non-unitary pairing state, respectively. X is a: X = 0.0, b: X = 0.5 
and c: X — 0.9 for the unitary pairing state and X — 0.999 for the non-unitary pairing state. 
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Fig. 4. Normalized conductance spectra for E u (2) symmetry as a function of X with Z = 5. Here, (a) and (b) 
are results for the unitary pairing state and the non-unitary pairing state, respectively, (c) is the result of the 
magnetization axis of ferromagnet antiparallel to the spin axis of the non-unitary pair potential. X is a: X — 0.0, 
b: X = 0.5 and c: X = 0.999. 
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